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(57) A gas, which is flowed into a plasma chamber 
12 positioned "upstream" from a etching reac- 
tion site on a substrate 20, is converted into a 
plasma and its active species by the application 
of excitation. The means for excitation may be 
radio frequency power or microwave power. 
The excitation is decoupled from the substrate 
so as to prevent "print through" effects caused 
by electrical and geometric characteristic of the 
substrate. The active species are then flowed 
"downstream" from the plasma chamber 12 to 
the surface of the substrate 20 through an outlet 
16 having an interactive flange 18 attached to 
the terminal end. The interactive flange 18 pro- 
vides a surface separate from the substrate to 
consume the active species. The interactive 
flange inhibits the etching reaction from occur- 
ring outside of the local material removal foot- 
print. The distance between the outlet and 
surface of the substrate is adjustable to provide 
a means to control the material removal foot- 
print and removal footprint profile. 
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Field of the Inv ntion 

The present invention relates to a method and 
apparatus for controlled material removal from the 
surface of a substrate over a confined region, and 
more particularly, to a method and apparatus for re- 
moving material from the surface of a substrate by a 
reactive and excited species created in a plasma gen- 
erated so that the substrate is independent of the 
means for generating the plasma. The present inven- 
tion provides a means for accomplishing controlled, 
localized material removal for error correction in pre- 
cision figuring of optical surfaces and thickness pro- 
file controlling of films of semiconductor devices while 
avoiding the effects of substrate geometry on the re- 
moval process and a reducing the potential contam- 
ination of the surface of the substrate. 

Description of the Prior Art 

Conventional processes for thinning and figuring 
surfaces and films often employ such methods as 
mechanical polishing, grinding, sputtering, sand 
blasting, and chemomechanical processes. Each of 
these prior art processes usually have substantial 
processing limitations. For example, chemomechan- 
ical processes for thinning semiconductor films is a 
contact method that leaves contaminants on the sur- 
face which cause subsurface damage to the sub- 
strate. Also, chemomechanical thinning processes do 
not allow corrections of the spatial variations within 
the f 8m thickness. 

Plasma assisted chemical etching methods to 
shape surfaces of substrates are an improvement 
over the prior art processes such as chemomechan- 
ical thinning because such plasma processes do not 
contact the substrate surface, and, therefore, reduce 
the potential for subsurface damage, U.S. Patent No. 
4,668,336 discloses a method and apparatus for fig- 
uring a surface by plasma assisted chemical trans- 
port where the substrate surface is mounted in close 
proximity to at least one electrode of an rf driven re- 
actor having two parallel plate electrodes. Removal of 
material from the surface of a substrate is controlled 
by varying the amount of time an electrode with small 
surface area spends at a given region wherein the en- 
tire surface of the substrate is subjected to the pres- 
nce of reactive gas which in the presence of an rf 
field between the two reactors forms a plasma. Thus, 
material removal is effected by a plasma which is gen- 
erated at the surface where material removal is de- 
sired. A disadvantage to the invention disclosed 
therein is that the profile of the surface where the ma- 
t rial has been r mov d may not be precisely control- 
led. 

A related patent application entitled "Method and 
Apparatus for Conf inem nt of a Plasma Etched Re- 
gion for Precision Shaping of Surfaces of Substrates 



and Fitms*, by C.B. Zarowin and LD. Bollinger, filed 
on the same date hereof and assign d to the same 
assignee, discloses a plasma assisted chemical etch- 
ing device which confines the etching plasma to a io- 

5 cal surface area of the substrate surface. The local 
confinement allows control of the material removal 
footprint and, thus, the control of the profile of the 
surface where material has been removed. Because 
the device disclosed therein is of the type where the 

10 plasma excitation occurs by rf discharge directly cou- 
pled to the substrate (the local substrate surface is ef- 
fectively an electrode where the reaction is occuring), 
underlying surface structure may cause variations in 
the material removal rate which is a primary cause of 

15 "print through" problems. 

The "print through" problems associated with lo- 
cal coupled plasma generation can be solved by gen- 
erating a plasma away from the etching surface to 
carry out the etching reaction "downstream*. When 

20 plasma assisted chemical etching is done in a "down- 
stream" mode, long-lived chemically reactive species 
created in the plasma are carried by the flow "down- 
stream" to the etching reaction site. U.S. Patent No. 
4,431, 898 describes a method to generate plasma 

25 away from the etching surface for "downstream" strip- 
ping of photoresist from an entire wafer. The patent 
discloses an apparatus which has a plasma chp.r-iber 
inductively coupled to a source of A.C. power v * in 
the semiconductor devices are etched and ar c.ier- 

30 native embodiment where the stripping or etching of 
the substrate takes place "downstream". The down- 
stream method produces a dry chemical removal 
process over the substrate which eliminates damage 
to the substrate which could result from energetic 

35 species. However, the method disclosed therein fails 
to provide a means to make precise changes to the 
profile of the surface where material is removed and, 
therefore, is not useful for local error correction of a 
substrate surface. 

40 The present invention incorporates the advantag- 

es of decoupled plasma assisted chemical etching 
with a means to perform local etching so as to correct 
spatial errors in the substrate surface or correct the 
thickness profile of a film on a substrate. 

45 

SUMMARY OF THE INVENTION 

The present invention is directed to a method and 
apparatus for local plasma assisted chemical etching 

so wherein the plasma is generated away and indepen- 
dent (decoupled) from a substrate etching surface. 
The process of decoupling plasma generation from 
the etching reaction site avoids many of the problems 
associated with substrate geometry when the plasma 

55 is generated locally and coupled to the site. In partic- 
ular, the advantage of decoupl d plasma generation 
is that it avoids uncontrolled removal rate variations 
caused by subsurface structure when the plasma is 
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gen rated locally. Thus, the present inventi n pro- 
vides a means to control local material removal rates. 

The present invention g n rally comprises a 
plasma chamber having a gas inlet, and an outlet for 
flowing a chemically reactive and neutral sped s ere- 5 
ated by a plasma "downstream" to a reaction site on 
the surface of a substrate. The independently gener- 
ated plasma is generated in a region which is located 
a distance away from the substrate surface that is to 
be etched. The plasma and its chemically reactive 10 
and neutral species may be generated "upstream" by 
a radio frequency (rf) power source directly coupled 
to the plasma and gas mixture as in a parallel plate rf 
discharge, inductively coupled to the plasma and gas 
mixture as in a toroidal coil rf discharge, orcapacitive- 15 
ly coupled to the plasma and gas mixture as in a sol* 
enoid coil driven at high frequencies. The plasma and 
reactive species may also be generated "upstream" 
by microwave excitation techniques. The plasma gen- 
erated by any of the above means flows "down- 20 
stream" to the reaction site through an outlet which 
may have an interactive shaped skirt to prevent etch- 
ing outside of a local material removal footprint The 
footprint is defined by the size of the outlet, the dis- 
tance from the substrate, the gas flow, and the plas- 2s 
ma parameters. 

Material removal on the surface of the substrate 
is performed locally by chemically reactive species 
created by the "upstream" plasma. The chemical re- 
action rate at the surface may be enhanced by a flux 30 
of non-thermal energy carried by the excited neutral 
species also created by the "upstream" plasma. Be- 
cause the plasma generation is sufficiently far from 
the surface of the etching area, undesired and short- 
lived active species such as ions are temporally "fil- 35 
tared" out of the reactive plasma gas flow stream be- 
fore reaching the etching surface. The remaining 
long-iived excited neutral and chemically reactive 
"radicals" are carried "downstream" through the out- 
let to the local etching surface by the gas flux. These 40 
long-lived species enhance the rate of chemical reac- 
tion at the surface by giving up their stored energy 
during the etching process. 

In addition to decoupled plasma generation, the 
shaped gas outlet of the present invention provides 45 
a means to prevent unwanted etching outside the lo- 
calized material removal footprint by supplying a sur- 
face separate from the substrate to consume the re- 
active species. Thus, the present invention provides 
a useful and controllable means for correcting local so 
surface errors in the optical figuring and film thinning 
processes that is non-damaging and non-contamin- 
ating to the surface of the substrate. 

One objective of the present invention is to pro- 
vide a means for performing a plasma assisted cherrv 55 
ical etching reaction. 

Another objective of the present invention is to 
provid a means for material removal by a chemically 



reactiv species from a plasma g nerated indepen- 
dent of the electrical and geometric characteristics of 
the substrate. 

Another objective of the present invention is to 
provid a means for local application of a decoupled 
plasma for precision optical figuring or film thinning. 

Another objective of the present invention is to 
provide a means for preventing unwanted etching re- 
actions outside of the local material removal footprint. 

Other objects and advantages of the present in- 
vention will become apparent to those skilled in the 
art from the following detailed description read in con- 
junction with the attached drawings and claims ap- 
pended hereto. 

DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic diagram of a plasma reactor 
with an integral interactive skirt at the outlet for con- 
trolling local material removal in the downstream 
mode. 

Fig. 2 is a schematic diagram of a parallel plate 
rf discharge downstream plasma reactor system. 

Fig. 3 is a schematic diagram of an inductively 
coupled downstream plasma reactor system. 

Fig. 4 is a schematic diagram of an rf discharge 
downstream plasma reactor system driven by a sole- 
noid coil. 

DETAILED DESCRIPTION OF THE PRESENT 
INVENTION 

The plasma assisted chemical etching method of 
the present invention for figuring optical surfaces and 
thinning films on substrates is generally performed 
by passing active species (chemically reactive and 
excited species) generated in a plasma region on to 
a substrate surface to be etched. The active species 
created are generated by excitation which is "up- 
stream" and independent of the surface to be etched. 
By exciting the plasma and active species thereof in- 
dependent or decoupled from the substrate rather 
than excitation by means which incorporates the sub- 
strate, the influences of the electrical and geometric 
characteristics of the substrate may be avoided. 
Thus, the decoupled generation of the plasma and 
active species thereof provide a means to prevent the 
occurrence of "print through" phenomena typically 
experienced when plasma is generated by an excita- 
tion means which incorporates the substrate therein. 
Decoupled plasma generation requires the use of 
higher power densities to generate the active species 
because those species must travel to the etching site 
while still exited but not directly influenced by the 
means for excitation. The us f higher power densi- 
ties, in turn, can cause local tching of the region 
where the plasma is generated. Th method of the 
present invention incorporat s the us of apparatus 
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Field f the Invention 

The present invention relates to a method and 
apparatus for controlled material removal from the 
surface of a substrate over a confined region, and 
more particularly, to a method and apparatus for re- 
moving material from the surface of a substrate by a 
reactive and excited species created in a plasma gen- 
erated so that the substrate is independent of the 
means for generating the plasma. The present inven- 
tion provides a means for accomplishing controlled, 
localized material removal for error correction in pre- 
cision figuring of optical surfaces and thickness pro- 
file controlling of films of semiconductor devices while 
avoiding the effects of substrate geometry on the re- 
moval process and a reducing the potential contam- 
ination of the surface of the substrate. 

Description of the Prior Art 

Conventional processes for thinning and f iguring 
surfaces and films often employ such methods as 
mechanical polishing, grinding, sputtering, sand 
blasting, and chemomechanica! processes. Each of 
these prior art processes usually have substantial 
processing limitations. For example, chemomechan- 
ical processes for thinning semiconductor films is a 
contact method that leaves contaminants on the sur- 
face which cause subsurface damage to the sub- 
strate. Also, chemomechanical thinning processes do 
not allow corrections of the spatial variations within 
the f flm thickness. 

Plasma assisted chemical etching methods to 
shape surfaces of substrates are an improvement 
over the prior art processes such as chemomechan- 
ical thinning because such plasma processes do not 
contact the substrate surface, and, therefore, reduce 
the potential for subsurface damage. U.S. Patent No. 
4,668,336 discloses a method and apparatus for fig- 
uring a surface by plasma assisted chemical trans- 
port where the substrate surface is mounted in close 
proximity to at least one electrode of an rf driven re- 
actor having two parallel plate electrodes. Removal of 
material from the surface of a substrate is controlled 
by varying the amount of time an electrode with small 
surface area spends at a given region wherein the en- 
tire surface of the substrate is subjected to the pres- 
ence of reactive gas which in the presence of an rf 
field between the two reactors forms a plasma. Thus, 
material removal is effected by a plasma which is gen- 
erated at the surface where material removal is de- 
sired. A disadvantage to the invention disclosed 
therein is that the profile of the surface where the ma- 
terial has been removed may not be precisely control- 
led. 

A related patent application entitf d "Method and 
Apparatus for Conf in ment of a Plasma Etched Re- 
gion f r Precision Shaping of Surfaces of Substrates 



and Films", by C.B. Zarowin and LD. Bollinger, filed 
on the same date hereof and assigned to the same 
assignee, discloses a plasma assisted chemical etch- 
ing device which confines the etching plasma to a lo- 
5 cal surface area of the substrate surface. The local 
confinement allows control of the material removal 
footprint and, thus, the control of the profile of the 
surface where material has been removed. Because 
the device disclosed therein is of the type where the 
10 plasma excitation occurs by rf discharge directly cou- 
pled to the substrate (the local substrate surface is ef- 
fectively an electrode where the reaction is occuring), 
underlying surface structure may cause variations in 
the material removal rate which is a primary cause of 
is "print through" problems. 

The "print through" problems associated with lo- 
cal coupled plasma generation can be solved by gen- 
erating a plasma away from the etching surface to 
carry out the etching reaction "downstream". When 
20 plasma assisted chemical etching is done in a "down- 
stream" mode, long-lived chemically reactive species 
created in the plasma are carried by the flow "down- 
stream" to the etching reaction site. U.S. Patent No. 
4,431, 898 describes a method to generate plasma 
25 away from t he etching surface for "downstream" strip- 
ping of photoresist from an entire wafer. The patent 
discloses an apparatus which has a plasma chamber 
inductively coupled to a source of AC. power wherein 
the semiconductor devices are etched and an alter- 
30 native embodiment where the stripping or etching of 
the substrate takes place "downstream". The down- 
' stream method produces a dry chemical removal 
process over the substrate which eliminates damage 
to the substrate which could result from energetic 
35 species. However, the method disclosed therein fails 
to provide a means to make precise changes to the 
profile of the surface where material is removed and, 
therefore, is not useful for local error correction of a 
substrate surface. 
40 The present invention incorporates the advantag- 
es of decoupled plasma assisted chemical etching 
with a means to perform local etching so as to correct 
spatial errors in the substrate surface or correct the 
thickness profile of a film on a substrate. 

45 

SUMMARY OF THE INVENTION 

The present invention is directed to a method and 
apparatus for local plasma assisted chemical etching 

50 wherein the plasma is generated away and indepen- 
dent (decoupled) from a substrate etching surface. 
The process of decoupling plasma generation from 
the etching reaction site avoids many of the problems 
associated with substrate geometry when the plasma 

55 is generated locally and coupl d to the site. In partic- 
ular, the advantage of decoupled plasma generation 
is that it avoids uncontrolled removal rate variations 
caused by subsurface structure when th plasma is 
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bodiments which permit the us of high power d nsi- 
ties without forming nergetic ion fluxes incident on 
th wails of the plasma chamber 12 that result in sput- 
ter removal and/or accelerated plasma assisted 
chemical etching of the plasma chamb r walls. Induc- 
tive coupling embodiments are preferred because the 
el cthc fi Ids are parallel to the toroidal plasma 
chamber and the resulting energy of the ions striking 
the chamber walls is lower. However, when highly 
electronegative gases are used in the gas mixture for 
downstream etching, inductive coupling may not be 
practical because it is too difficult to generate and 
sustain a plasma. When an embodiment has a great 
potential to create a large energetic ion flux at the 
plasma chamber walls, an important consideration is 
to select a wall material which has a low sputtering 
coefficient and a low chemical reactivity with the 
plasma excited gas. Such wall material considera- 
tions prevents contamination of the substrate surface 
being etched. 

Materials that may be etched by the present in- 
vention include chromium, aluminum, silicon, silicon 
dioxide and various other photoresists. The present 
invention can achieve removal rates as high as 3 mi- 
crons per minute for common optical and semicon- 
ductor materials, such as Si and Si0 2 . The material re- 
moval of optical and semiconductor materials Si and 
Si0 2 can be accomplished with a number of gases 
when using any of the "downstream" mode embodi- 
ments of the present invention. High downstream re- 
moval rates (rates greater than 3 microns per minute) 
can be obtained when nitrogen bifluoride (NF 3 ) or a 
mixture of gases including NF 3 is fed into the plasma 
chamber. Gases such as NF 3 can give rise to small, 
but unwanted etching outside the localized material 
removal footprint area. However, the etching can be 
confined by using the interactive skirt 18 over the 
substrate and around the localized etch area. 

Local etching of the substrate surface is accom- 
plished by moving the outlet orifice 16 along the sub- 
strate surface in a manner which is determined by the 
area of material removal and footprint shape desired. 
As briefly stated above, the shape of the material re- 
moval footprint profile may be changed by varying the 
distance d between the outlet orifice 16 with interac- 
tive skirt 18, and the surface of the substrate 20. By 
increasing d, a gaussian like profile may be achieved. 
By decreasing the distance d, a top hat-like profile 
may be achieved. Operating the downstream removal 
apparatus of the present invention at a relatively large 
distance (1cm) from the substrate 20, the removal of 
material becomes insensitive to small changes in the 
distance d that can be caused by a small sag in an 
optical or other surface being figured. For applica- 
tions where the deviation in height of the substrate 
surface is n t large (I ss than 2mm), the apparatus 
of the present inv ntion can provid ameansformak- 
ing accurate corrections of substrate errors without 



having additional means for programm d positional 
controls of th plasma g n rator for distanced and tilt 
with resp ct to the substrate. 

Thus, what has b en described is a method and 

5 apparatus for performing local plasma assisted 
chemical tching reactions where the particular elec- 
trical and geometric characteristics of the substrate 
do not influence the generation of active species. 
Therefore, the present invention provides a means for 

10 making local error corrections useful for thinning 
semiconductor films and figuring optics while avoid- 
ing "print through" problems associated with particu- 
lar substrate characteristics. 

15 

Claims 

1 . An apparatus for performing localized plasma as- 
sisted chemical etching reactions on the surface 
20 of an etchable substrate so as to avoid "print 
through" comprising: 

. a plasma chamber for containing a reac- 
tive gas and plasma having an inlet for introduc- 
ing said reactive gas to said chamber means and 
25 an outlet for exhausting said plasma from the 

plasma chamber, 

means for applying excitation to said plas- 
ma chamber to convert said reactive gas into said 
plasma; and 

30 means for local application of said plasma 

to the surface of said substrate so as to define an 
etching footprint having a shape substantially de- 
fined bythe shape of the plasma chamber outlet. 

35 2. The apparatus of Claim 1 , wherein the means for 
applying excitation to said reactive gas is an rf 
discharge driven by parallel plate electrodes posi- 
tioned about said plasma chamber. 

40 3. The apparatus of Claim 1, wherein the plasma 
chamber has a toroidal shape and wherein the 
means for applying excitation to said reactive gas 
is an rf discharge driven by an inductively cou- 
pled plasma acting as a secondary loop around 

45 the toroidaily shaped plasma chamber. 

4. The apparatus of Claim 1 , wherein the means for 
applying excitation to said reactive gas is an rf 
discharge driven by a solenoid coil wrapped 

so around said plasma chamber. 

5. The apparatus of Claim 1 , wherein the terminat- 
ing end of the plasma chamber outlet has flange 
attached thereto located proximally to the sur- 

55 face to b etched so as to form a sacrificial reac- 

tive surface with the plasma. 

6. The apparatus of Claim 5, wherein th flange is 
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which can overcome these shortfalls, such as "print 
through" and local etching at plasma generation re- 
gion. 

Referring to Figure 1, the apparatus of the pres- 
ent invention includes a plasma assisted chemical 
etching reactor 10 for p rforming local "downstream" 
etching reactions of substrate surfaces which com- 
prises a plasma chamber 1 2 having a gas let 14 at one 
end and a gas outlet 1 6 at the other end. The inlet 14 
is connected to a source of gas (not shown). The gas 
introduced into the plasma chamber is transformed 
into a plasma by the application of a source of exci- 
tation. The excitation source may be radio frequency 
(rf) power or microwave energy. The "downstream" 
outlet 16 comprises an orifice which is approximately 
dimensioned to the size of the removal footprint de- 
sired for local material removal. The outlet may have 
an associated skirt 18 attached to its terminal end 19 
which is fabricated out of a material which is interac- 
tive with active species responsible for "downstream" 
etching. Silicon and carbon are materials may be 
used as the interactive skirt The skirt 18 provides a 
surface to consume reactive species which is sepa- 
rate from the substrate surface. When used, the skirt 
is dimensioned and placed so that its surface is prox- 
imal to the surface of the substrate outside of the foot- 
print area. 

As more fully discussed below, the distance d be- 
tween the terminal end of the outlet 16 and the sur- 
face of an etchable substrate 20 can be varied by a 
reactor support means (not shown). Along with vari- 
able height means, the reactor also has means (not 
shown) to vary the tilt of the reactor with respect to 
the substrate surface. Because the removal footprint 
profile varies with the distance between the outlet 16 
and the surface of the substrate, these adjustment 
means allow variations in the removal footprint pro- 
file. 

As stated earlier, the upstream plasma genera- 
tion at the plasma chamber 12 may be accomplished 
in a number of ways. The plasma may be generated 
by rf excitation of the reactive gas coupled directly, 
capacttively, or inductively to an rf power source or it 
may be generated by microwave excitation. Referring 
to Figure 2. a directly coupled embodiment having two 
parallel plate electrodes directly coupled to the plas- 
ma and gas mixture is shown. In the parallel plate em- 
bodiment an rf power source 22 is applied to a pair 
of parallel plate electrodes 24 located at opposite 
ends of the plasma chamber 12. Gas is continuously 
fed into the chamber via the inlet 14 where it is con- 
verted to a plasma having long-lived active species 
for etching reactions. The active species are then ap- 
plied to the surface through the outlet 16. 

Ref rring to Figur 3, an inductively coupled errv 
bodim nt having a ferromagnetic toroidal coil located 
proximally to a toroidal shap d plasma chamber is il- 
lustrated, in the inductive coupling mbodiment, gas 



is fed into the plasma chamber 12a which has a gen- 
eral toroidal shape. The plasma is generated by ap- 
plying the rf power source 22 to a ferromagnetic tor- 
oid 26 placed adjacent to the toroid shaped plasma 
5 chamber 12a containing the gas. Wh n the gas 
breaks down into a plasma, the plasma within the 
chamber 12a acts as a secondary loop around the 
toroidal core 27. The plasma and reactive species 
thereof are flowed through the outlet 16 to the sub- 
to strate. 

Figure 4 illustrates yet another embodiment 
wherein the generation of the active species is de- 
coupled from the substrate. In this embodiment the 
gas is continuously fed through the inlet 14 and is 

75 broken down into a plasma by the application of rf 
power 22 to a solenoid coi 30 wrapped around the 
tubular plasma chamber 12b. Depending on the fre- 
quency of the rf power, this embodiment may act in 
a capacitative or inductive manner. Whatever the rf 

20 frequency used, the resulting active species are flow- 
ed out through the outlet 16 to the substrate surface. 

The rf power frequency used to generate the 
plasma may be anywhere from direct current to micro- 
wave (gigahertz). However, each of the above men- 

25 tioned embodiments works best in certain frequency 
ranges. For example, direct coupling while in theory 
operational at all frequencies, is usually limited to fre- 
quencies less than one (1) MHz. Inductively coupled 
embodiments operate best above a frequency where 

30 the shunt inductive primary impedance is larger than 
that of the discharge (usually between 1 KHz and 1 
MHz). Capacitive coupling embodiments are best 
suited to high frequencies (1 0 MHz to 1 GHz) depend- 
ing on the geometry of the coupling system. A fre- 

35 quency of 1 3.5 1 3 MHz has been sucessfully used in 
an inductive coupling embodiment and is a frequency 
which is readily available. 

In addition to the advantages of decoupled gen- 
eration of the active species of a plasma, the gener- 

40 ation of the plasma physically apart and away from 
the substrate surface in the decoupled embodiments 
of the present invention yields the advantage of per- 
mitting short lived active species such as ions to be 
temporally filtered out and allowing the much longer 

45 lived active species to be carried downstream by the 
flow of gas so that upon arrival at the etching surface, 
they are allowed to give up their stored energy to en- 
hance the rate of chemical reaction that permits etch- 
ing. However, the advantage of decoupled plasma 

so generation requires higher power densities than 
those of coupled generation. The use of higher power 
densities results in etching of the local plasma region 
and higher risks of substrate surface contamination. 
However, locating the plasma chamber away from 

55 the substrate reduces the risk of surface contamina- 
tion by local etching of the plasma g neration region. 
Superior decoupled plasma g neration embodiments 
for downstream active species generation are em- 
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constructed out of a material which is interactive 
with said plasma. 

7. The apparatus of Claim 6 t wherein the interactive 
material is carbon. 5 

8. An apparatus for performing local plasma assist- 
ed chemical etching reactions on the surface of 
a substrate comprising: 

a plasma chamber for containing a reac- 10 
tive gas and plasma having an inlet for introduc- 
ing said reactive gas and an outlet for exhausting 
said plasma from the plasma chamber; 

rf discharge means for inductively apply- 
ing rf excitation to said plasma chamber, 15 

an interactive flange attached to the ter- 
minating end of the plasma chamber outlet so as 
to provide a sacrificial reactive surface proximaily 
to the substrate surface to prevent plasma from 
reacting wit h t he substrate surface outside of t he 20 
area defined by the outlet. 

9. The apparatus of Claim 8, wherein the plasma 
chamber has a toroidal shape and wherein the rf 
discharge means is driven by an inductively cou- 25 
pied plasma acting as a secondary loop around 

the toroidaiiy shaped plasma chamber. 

10. A method for performing local plasma assisted 
chemical etching reactions on the surface of a 30 
substrate comprising the steps of: 

flowing a reactive gas into a chamber for 
local plasma assisted chemical etching; 

applying an rf excitation to the reactive 
gas within said chamber so as to generate a plas- 35 
ma; 

flowing a plasma out of an outlet in the 
chamber, and 

moving said outlet along and proximate to 
the surface of the substrate in a predetermined 40 
manner so as to control the an area where mate- 
rial is removed and the amount of material re- 
moved within the area. 
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